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Description 

FIELD OF THE INVENTION 

5 [0001] This invention relates generally to compositions useful as biological or surgical adhesives; more specifically, 
it relates to bioadhesive compositions comprising collagen crosslinked using a multifunction ally activated synthetic 
hydrophilic polymer, as well as the use of such compositions to effect adhesion between a first surface and a second 
surface, wherein at least one of the first and second surfaces is preferably a native tissue surface, and the use of such 
compositions to prevent the formation of adhesions following surgery. 

10 

BACKGROUND OF THE INVENTION 

[0002] U.S. Patent No. 5,024,742, issued June 18, 1991 , to Nesbum etal., discloses a method of crosslinking amino 
acid-containing polymers with photoactivatable, heterobifunctional crosslinking agens, the crosslinking agents having 

15 a photoactivatable site and a conventional site, comprising: i) selecting one or more amino acid-containing polymers; 
and ii) combining the polymers with the crosslinking agents such that the conventional site on the crosslinking agent 
is bound to the polymer and the photoactivatable site is unbound. Upon photoactlvation, crosslinks are formed when 
the photoactive site binds to another amino acid-containing polymer. The resulting crosslinked collagen composition 
can be used as a bioadhesive for sutureless closures of the eye or any other wound. 

20 [0003] U.S. Patent No. 5,156,613, issued October 20, 1992, to Sawyer, discloses a method of joining or reconstruct- 
ing biological tissue comprising applying energy to the tissue while providing a filler material and denaturing or melting 
the material and adjacent biological tissue with the energy to cause mixing of the denatured or melted filler material 
and tissue, thus joining or reconstructing the tissue. Also claimed is a method of joining or reconstructing biological 
tissue comprising applying optical or radio frequency energy while providing a collagen filler material to the biological 

25 tissue; denaturing or melting the collagen and adjacent tissue with the applied energy to cause mixing of the denatured 
or melted collagen and tissue; and joining or reconstructing the tissue. 

[0004] U.S. Patent No. 5,1 62,430, issued November 10, 1992, to Rhee et al., discloses collagen - synthetic polymer 
conjugates prepared by covalently binding collagen to synthetic hydrophilic polymers such as various derivatives of 
polyethylene glycol. 

30 [0005] U.S. Patent No. 5,192,316, issued March 9, 1993, to Ting, discloses a lens for implantation directly on the 
Bowman's membrane of a live cornea to correct the optical properties of the eye. The lens is made of a synthetic 
polymer which is permeable to water and forms a hydrogel. The lens preferably includes an additive to increase the 
adhesion of the lens to the cornea and/or to stimulate the growth of epithelial cells. The additive may be fibronectin, 
collagen, cell fastening protein, antigelatin factor, a biologically active peptide, cold insoluble globulin, chondronectin, 

35 laminin, epithelial growth factor (EGF), or a mixture thereof. 

[0006] U.S. Patent No. 5,209,776, issued May 11 , 1 993, to Bass et al., discloses a composition for bonding separated 
tissues together or for coating tissues or prosthetic materials comprising: i) at least one first component selected from 
natural or synthetic peptides, modified, crosslinked, cleaved, or shortened variants or derivatives, and ii) at least one 
second component, which is different from the first component, adapted to support the first component to form a matrix, 

40 sol, or gel with the first component. The first component may be, for example, albumin, alpha-globulins, beta-globulins, 
gamma-globulins, transthyretin, fibrinogen, thrombin, collagen, elastin, keratin, fibroin, fibrin, or fibronectin. The second 
component may be, for example, hyaluronic acid, chondroitin sulfate, dermatan sulfate, keratan sulfate, heparin, 
heparan sulfate, collagen, fructose, dextrans, agarose, alginic acid, pectins, methylcellulose, hydroxycellulose, hydrox- 
ypropylmethylcelullose, hydroxyethylecellulose, CMC, glycerin, mannitol, sorbitol, poiyvinylalcohol, or polyethylene 

45 glycol. 

[0007] U.S. Patent No. 5,219,895, issued June 15, 1 993, to DeVore et al., discloses a collagen composition, useful 
as an adhesive for medical applications, wherein the composition is formed by the polymerization of derivatized col- 
lagen, modified with an acylating agent and/or a sulfonating agent. The polymerization is performed by explosive UV 
irradiation, fluorescent light, and/or an initiator. The acylating agent may be glutaric anhydride, succinic anhydride, 

50 lauric anhydride, diglycolic anhydride, methyl succinic anhydride, methyl glutaric anhydride, dimethyl glutaric anhy- 
dride, or exo-3,6-epoxy-1 ,2,3,4-tetrahydrophthalic anhydride. Bonding of soft tissue comprises applying a polymeriz- 
able collagen composition onto at least a portion of a surface of at least one of a first and second tissue; exposing the 
tissue surface to an initiator to polymerize the collagen; and contacting the two tissues to form a bond between them. 
[0008] U.S. Patent No. 5,290,552, issued March 1 , 1 994, to Brown et a!., discloses a surgical adhesive composition 

55 comprising fibrinogen, factor XIII, collagen, thrombin, and Ca 2+ ions in an aqueous medium. The collagen is fibrillar, 
is insoluble at pH values about 5, is flowable, has the native helical structure of collagen fibrils, and is capable of 
causing gelation of the adhesive. The thrombin and Ca2+ are present in an amount sufficient to catalyze polymerization 
of the fibrinogen to form a clot. 
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[0009] U.S. Patent No. 5,328,955, issued July 1 2, 1 994, to Rhee et al. t discloses various activated forms of polyeth- 
ylene glycol and various linkages which can be used to produce collagen - synthetic polymer conjugates having a 
range of physical and chemical properties. 

[001 0J European patent publication No. 341007, to Matrix Pharmaceuticals, Inc., discloses a surgical adhesive com- 
s position comprising, In an aqueous composition, plasma from the patient to be treated, collagen in an amount sufficient 
to thicken the composition {e.g., at a concentration of about 5 - 30 mg/ml), and thrombin in an amount sufficient to 
catalyze polymerization of fibrinogen present in the plasma to produce a clot (e.g., about 1 - 1000 N1 Hu thrombin). 
[0011] European patent publication No. 466383, to Bausch & Lomb Inc., discloses an adhesive composition suitable 
for surgical applications comprising an aqueous solution of natural collagen which has a melt index temperature of 35 
10 - 45°C. The composition comprises a blend of densely crosslinked collagen and non-crossl inked collagen. The densely 
crosslinked collagen is achieved by thermal crosslinking. PCT publication No. WO 9213578, to Bausch & Lomb Inc., 
discloses a surgical adhesive composition comprising an aqueous collagen or gelatin solution with a melt index tem- 
perature (MIT) of 33 - 60°C. Healing of wounds is promoted by contacting at least one surface of the wound with a 
composition comprising: a) a dispersion of cultured epithelial cells in an aqueous collagen solution, or b) an aqueous 
15 solution containing a purified naturally occuring biopolymer and growth factors, wherein the composition has an MIT 
of 33 - 60°C and a viscosity of less than 50,000 cP at 1 0°C above the MIT. 

[001 2] European patent publication No. 575273, to Flamel Technologies, discloses crosslinkabte collagen derivatives 
that are soluble in water and/or polar aprotic organic solvents and contain free or substituted -SH groups on cysteine 
or cysteine derivative residues attached to the collagen molecule, at least in part, through spacer groups. Also disclosed 
20 is insoluble crosslinked collagen in which the interchain bridges are, at least in part, disulfide linkages formed by cysteine 
residues attached to the collagen molecule, at least in part, through spacer groups. The claimed compositions are 
useful as biological or surgical adhesives. 

[0013] Japanese patent publication No. 6070972, to Nippon, discloses a composition for adhering biological tissues 
consisting of i) an adhesive ingredient comprising a partial hydrolysate of collagen protein, water, and a polyhydric 
25 phenol compound; and ii) a hardening ingredient consisting of an aqueous solution containing at least one of formal- 
dehyde, glutaraldehyde, and glycerol aldehyde. 

[001 4] EP-A-0 656 214 discloses collagen-polymer conjugates comprising chemically modified collagens, which are 
in substantially nonfibrillar form at pH 7, covalently bound to synthetic hydrophilic polymers to produce optically clear 
materials for use in ophthalmic or other medical applications. 
30 [0015] We now disclose a detailed description of preferred embodiments of the present invention, including bioad- 
hesive compositions comprising collagen crosslinked using multifunctionally activated synthetic hydrophilic polymers, 
and methods for using these compositions to effect adhesion between a first surface and a second surface, wherein 
at least one of the first and second surfaces is a native tissue surface. 

35 SUMMARY OF THE INVENTION 

[0016] Thus, the present invention provides a bioadhesive composition comprising fibrillar collagen, a fiber disas- 
sembly agent (preferably a biocompatible alcohol), and a multifunctionally activated synthetic hydrophilic polymer, 
wherein the fiber disassembly agent is present in an amount sufficient to render the collagen substantially nonfibrillar 
40 at pH 7, and wherein the collagen and synthetic polymer covalently bind to form a collagen - synthetic polymer conju- 
gate. 

[0017] The invention also provides such a composition for use in a method for effecting the non surgical attachment 
of a first surface to a second surface, comprising the steps of : 

45 mixing the fibrillar collagen and the fiber disassembly agent in an amount sufficient to render the collagen sub- 

stantially nonfibrillar at pH 7; 

mixing the resulting collagen and the synthetic hydrophilic polymer to initiate crosslinking between them, applying 
the mixture of collagen and synthetic polymerto a first surface before substantial crosslinking has occurred between 
the collagen and the synthetic polymer; and 

50 

contacting the first surface with the second surface to affect adhesion between them. At least one of the first and second 
surfaces is preferably a native tissue surface. 

[001 8] The invention also provides such a composition for use in a method for preventing the formation of adhesions 
following surgery, comprising the steps of : 

55 

mixing the fibrillar collagen and the fiber disassembly agent in an amount sufficient to render the collagen sub- 
stantially nonfibrillar at pH 7; 

mixing the resulting collagen and the synthetic hydrophilic polymer to initiate crosslinking between them, applying 
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the mixture of collagen and synthetic polymer to tissue comprising, surrounding, or adjacent to a surgical site 
before substantial crosslinking has occurred between the collagen and the synthetic polymer ollowing the collagen 
and synthetic polymers to continue crosslinking in situ until equilibrium crosslinking has been achieved; and 

s effecting closure of the surgical site, optionally by conventional methodologies. 

[0019] The nonfibriliar collagen-based adhesive compositions of the present invention are preferably optically clear, 
making the compositions and methods of the present invention particularly suited for use in ophthalmic applications in 
which optical clarity is a requirement. Furthermore, the compositions of the present invention are comprised of bio- 
compatible, non-immunogenic components which leave no toxic, potentially inflammatory or immunogenic reaction 

10 products at the tissue site of administration. 

BRIEF DESCRIPTION OF THE DRAWINGS 

[0020] Figure 1 shows differential scanning calorimetry (DSC) results for noncross linked succinylated collagen (Sam- 
15 pie A) and succinylated collagen formulations containing 10, 20, 50, and 91 mg/ml difunctionally activated SG-PEG 
(Samples B, C, and D, respectively). 

[0021] Figure 2 shows DSC results for methylated collagen formulations containng 2, 10, 30, and 72 mg/ml difunc- 
tionally activated SG-PEG (Samples E, F, G, and H, respectively). 
[0022] Figure 3 shows DSC results for noncrosslinked methylated collagen. 

20 

DETAILED DESCRIPTION OF THE PREFERRED EMBODIMENTS OF THE INVENTION 

[0023] In accordance with the present invention, compositions suitable for use as biological or surgical adhesives 
are prepared by crosslinking collagen with a multifunctionally activated synthetic hydrophilic polymer. As used herein, 

25 the terms "bioadhesive", "biological adhesive", and "surgical adhesive" are used interchangeably to refer to biocom- 
patible compositions capable of effecting temporary or permanent attachment between the surfaces of two native 
tissues, or between a native tissue surface and a non-native tissue surface or a surface of a synthetic implant. 
[0024] In order to prepare the bioadhesive compositions of the present invention, it is first necessary to provide 
collagen and a multifunctionally activated synthetic hydrophilic polymer. As used herein, the term "collagen" is intended 

30 to encompass collagen of any type, from any source, including, but not limited to, collagen extracted from tissue or 
produced recombinantly, collagen analogs, collagen derivatives, modified collagens, and denatured collagens such as 
gelatin. 

[0025] Collagen is the major protein component of bone, cartilage, skin, and connective tissue in animals. Collagen 
in its native form is typically a rigid, rod-shaped molecule approximately 300 nanometers (nm) long and 1 .5 nm in 

35 diameter. It is comprised of three collagen polypeptides which form a tight triple helix. The collagen polypeptides are 
characterized by a long midsection having the repeating sequence -Gly-X-Y- ( where X and Y are often proline or hy- 
droxyproline, bounded at each end by the "telopeptide" regions, which constitute less than about 5 percent (%) of the 
molecule. The telopeptide region of the collagen chains are typically responsible for the crosslinking between chains 
and for the immunogenicity of the protein. 

40 [0026] In general, collagen from any source may be used to prepare the compositions of the present invention; for 
example, collagen may be extracted and purified from human or other mammalian source, such as bovine or porcine 
corium and human placenta, or may be recombinantly or otherwise produced. The preparation of purified, substantially 
non-antigenic collagen in solution from bovine skin is basically a three-step process involving solubilization, enzyme 
treatment, and purification, as described in U.S. Patent No. 4,140,537, issued February 20, 1979, to Luck et al., and 

45 U.S. Patent No. 4,488,91 1 , issued December 1 8, 1 984, to Luck et at., EP-A-0 652 731 , discloses methods of extracting 
and purifying collagen from the human placenta. EP-A-0 681 431 discloses methods of producing recombinant human 
collagen in the milk of transgenic animals, including transgenic cows. The term "collagen" or "collagen material" as 
used herein refers to all forms of collagen, including those which have been processed or otherwise modified. 
[0027] Collagen of any initialy fibrillar type, including, but not limited to, types I, II, HI, IV, or any combination thereof, 

50 may be used, although type I is generally preferred. Either atelopeptide or telopeptide-containing collagen may be 
used; however, when collagen from a xenogeneic source, such as bovine collagen, is used, atelopeptide collagen is 
generally preferred, because of its reduced immunogenicity compared to telopeptide-containing collagen. 
[0028] Collagen that has not been previously crosslinked by methods such as heat, irradiation, or chemical crosslink- 
ing agents is preferred for use as a starting material in the practice of the present invention, although previously 

55 crosslinked collagen may be used. Non-crosslinked atelopeptide fibrillar collagen is commercially available from Col- 
lagen Corporation (Palo Alto, CA) at collagen concentrations of 35 mg/ml and 65 mg/ml under the trademarks Zyderm® 
I Collagen and Zyderm II Collagen, respectively, Glutaraldehyde crosslinked atelopeptide fibrillar collagen is commer- 
cially available from Collagen Corporation at a collagen concentration of 35 mg/ml under the trademark Zyplast® Col- 
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lagen. 

[0029] Collagens for use in the present invention are generally in aqueous suspension at a concentration between 
about 20 mg/ml to about 120 mg/ml; preferably, between about 30 mg/ml to about 90 mg/ml. 
[0030] Nonfibrillar collagen is produced in the present invention because it has a tacky consistency and is generally 
5 more viscous than fibrillar collagen (given equivalent collagen protein concentrations), making it particularly useful in 
compositions intended for use as bioadhesives. The term "nonfibrillar collagen" refers to any modified or unmodified 
collagen material that is in substantially nonfibrillar form at pH 7, as indicated by optical clarity of an aqueous suspension 
of the collagen. 

[0031] Collagens for use in the bioadhesive compositions of the present invention start out in fibrillar form, and then 
10 are rendered nonfibrillar by the addition of one or more fiber disassembly agent. The fiber disassembly agents must 
be present in an amount sufficient to render the collagen substantially nonfibrillar at pH 7, as described above. Fiber 
disassembly agents for use in the present invention include, without limitation, various biocompatible alcohols, amino 
acids, inorganic salts, and carbohydrates, with biocompatible alcohols being particularly preferred. Preferred biocom- 
patible alcohols include glycerol and propylene glycol. .Non-biocompatible alcohols, such as ethanol, methanol, and 
15 isopropanol, are not preferred for use in the present invention, due to their potentially deleterious effects on the body 
of the patient receiving them. Preferred amino acids include arginine. Preferred inorganic salts include sodium chloride 
and potassium chloride. Although carbohydrates, such as various sugars including sucrose, may be used in the practice 
of the present invention, they are not as preferred as other types of fiber disassembly agents because they can have 
cytotoxic effects in vivo. 

20 [0032] Collagen that is already in nonfibrillar form may be used together with the fibrillar collagen to prepare the 
compositions of the invention. As used herein, the term "nonfibrillar collagen" is intended to encompass collagen types 
that are nonfibrillar in native form, as well as collagens that have been chemically modified such that they are in non- 
fibrillar form at or around neutral pH. Collagen types that are nonfibrillar (or microfibrillar) in native form include types 
IV, VI, and VII. 

25 [0033] Chemically modified collagens that are in nonfibrillar form at neutral pH include succinylated collagen and 
methylated collagen, both of which can be prepared according to the methods described in U.S. Patent No. 4,1 64,559, 
issued August 1 4, 1 979, to Miyata et al., Our experiments have indicated that, due to its inherent tackiness, methylated 
collagen is particularly preferred for use in bioadhesive compositions (see Examples 3 - 5, below). 
[0034] Fibrillar collagen is opaque and less tacky than nonfibrillar collagen. However, mixtures of nonfibrillar and 

30 fibrillar collagen exist in the installed composition, and may be preferred for use in adhesive compositions intended for 
long-term persistence in vivo, if optical clarity is not a requirement. We have found that mixtures of methylated (nonfi- 
brillar) collagen and fibrillar collagen crosslinked with synthetic hydrophilic polymers are useful as bioadhesives (see 
Example 5, below). 

[0035] A composition comprising a mixture of particulate crosslinked fibrillar collagen and noncrosslinked fibrillar 
35 collagen, which is disclosed in EP-A-0 713 707, may also be used in the practice of the invention. The particulate 
crosslinked fibrillar collagen is preferably glutaraldehyde-crosslinked fibrillar collagen and preferably comprises be- 
tween about 25 to about 95 percent, more preferably, between about 60 to about 80 percent by weight, of the final 
composition. The noncrosslinked fibrillar collagen preferably comprises between about 5 to about 75, more preferably, 
between about 20 to about 40 percent by weight, of the final composition. The particulate crosslinked fibrillar collagen 
40 and noncrosslinked fibrillar collagen are first combined, then crosslinked together using a synthetic hydrophilic polymer. 
[0036] Denatured collagen, commonly known as gelatin, has also been found to be useful in the methods of the 
invention. 

[0037] The collagen-based bioadhesive compositions of the present invention may also be formulated to contain 
biologically active agents in order to facilitate adhesion of tissues or healing of adhered tissues. The term "biologically 

45 active agent" or "active agent" as used herein refers to organic molecules which exert biological effects in vivo. Exam- 
ples of active agents include, without limitation, enzymes, receptor antagonists or agonists, hormones, growth factors, 
autogenous bone marrow, antibiotics, antimicrobial agents, and antibodies. The term "active agent" is also intended 
to encompass various cell types which can be incorporated into the compositions of the invention. The term "active 
agent" is also intended to encompass combinations or mixtures of two or more active agents, as defined above. 

so [0038] Preferred active agents for use in the compositions of the present invention include growth factors, such as 
transforming growth factors (TGFs), fibroblast growth factors (FGFs), platelet derived growth factors (PDGFs), epider- 
mal growth factors (EGFs), connective tissue activated peptides (CTAPs), osteogenic factors, and biologically active 
analogs, fragments, and derivatives of such growth factors. Members of the transforming growth factor (TGF) super- 
gene family, which are multifunctional regulatory proteins, are particularly preferred. Members of the TGF supergene 

55 family include the beta transforming growth factors (for example, TGF-p1, TGF-p2, TGF-J&); bone morphogenetic 
proteins (for example, BMP-1, BMP-2, BMP-3, BMP-4, BMP-5, BMP-6, BMP-7, BMP-8, BMP-9); heparin-binding 
growth factors (for example, fibroblast growth factor (FGF), epidermal growth factor (EGF), platelet-derived growth 
factor (PDGF), insulin-like growth factor (IGF)); Inhibrns (for example, Inhibin A, Inhibin B); growth differentiating factors 
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(for example, GDF-1); and Activins (for example, Activin A, Activin B t Activin AB). 

[0039] Growth factors can be isolated from native or natural sources, such as from mammalian cells, or can be 
prepared synthetically, such as by recombinant DNA techniques or by various chemical processes. In addition, analogs, 
fragments, or derivatives of these factors can be used, provided that they exhibit at least some of the biological activity 
5 of the native molecule. For example, analogs can be prepared by expression of genes altered by site-specific muta- 
genesis or other genetic engineering techniques. 

[0040] Biologically active agents may be incorporated into the collagen by admixture. Alternatively, the agents may 
be covalently linked to the collagen using a crosslinking agent such as a functionally activated polyethylene glycol, or 
affinity bound to the collagen using a binding ligand. Processes for covalently binding biologically active agents such 
io as growth factors to collagen using a synthetic hydrophilic polymer, such as a functionally activated polyethylene glycol, 
are described in U.S. Patent No. 5,162,430, issued November 10,1992, to Rhee et aL Processes for affinity binding 
biologically active agents to collagen via binding ligands such as heparin are disclosed in EP application No. 96 102 
340.5 (published as EP 732, 105). 

[0041] The biologically active agent is generally incorporated into the collagen after the collagen has been mixed 

15 with a fiber disassembly agent. The type and amount of active agent used will depend, among other factors, on the 
particular site and condition to be treated and the biological activity and pharmacokinetics of the active agent selected. 
[0042] When biologically active agents are incorporated Into the compositions of the invention, biocompatible alco- 
hols (and, in particular, glycerol) are the preferred fiber disassembly agent, because certain growth factors, such as 
transforming growth factor beta, have been shown to retain their activity in compositions containing glycerol. 

20 [0043] To prepare the collagen-based bioadhesive compositions of the present invention, collagen is crossl inked 
using a multifunctionally activated synthetic hydrophilic polymer. The term "multifunctionally activated" refers to syn- 
thetic hydrophilic polymers which have, or have been chemically modified to have, two or more functional groups 
located at various sites along the polymer chain that are capable of reacting with nucleophilic groups, such as primary 
amino (-NH 2 ) groups or thiol (-SH) groups, on other molecules, such as collagen. Each functional group on a multi- 

25 functionally activated synthetic hydrophilic polymer molecule is capable of covalently binding with a collagen molecule, 
thereby effecting crosslinking between the collagen molecules. Types of multifunctionally activated hydrophilic synthetic 
polymers include difunctionally activated, tetrafunctionally activated, and star-branched polymers. 
[0044] Multifunctionally activated polyethylene glycols and, in particular, certain difunctionally activated polyethylene 
glycols, are the preferred synthetic hydrophilic polymers for use in preparing the compositions of the present invention. 

30 The term "difunctionally activated" refers to synthetic hydrophilic polymer molecules which have, or have been chem- 
ically modified to have, two functional groups capable of reacting with nucleophilic groups on other molecules, such 
as collagen. The two functional groups on a difunctionally activated synthetic hydrophilic polymer are generally located 
at opposite ends of the polymer chain. Each functionally activated group on a difunctionally activated synthetic hy- 
drophilic polymer molecule is capable of covalently binding with a collagen molecule, thereby effecting crosslinking 

35 between the collagen molecules. 

[0045] For use in the present invention, molecules of polyethylene glycol (PEG) are chemically modified in order to 
provide functional groups on two or more sites atong the length of the PEG molecule, so that covalent binding can 
occur between the PEG and reactive groups on the collagen. Some specific activated forms of PEG are shown struc- 
turally below, as are generalized reaction products obtained by reacting difunctionally activated forms of PEG with 

40 collagen. In Formulas 1 - 8, the term COL represents collagen; the term PEG represents polymers having the repeating 
structure (OCH 2 CH 2 ) n . 

[0046] The first activated PEG is difunctionally activated PEG succinimidyl glutarate, referred to herein as (SG-PEG). 
The structural formula of this molecule and the reaction product obtained by reacting it with collagen are shown in 
Formula 1. 

45 



50 



55 
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SG-PEG: Difunctionally Activated PEG Succinimidyl Glutarate 
[0047] 




N-0-CO-(CH 2 ) 3 



r 0C-0-PEQ-O 




collagen-NH2 



col!agen-NH2 




collagen-HN-CO-(CH2)3-OC-0-PEG-0-CO-(CH2)3-CO-NH-collagen 



[0048] Another difunctionally activated form of PEG is referred to as PEG succinimidyl (S-PEG). The structural for- 
mula for this compound and the reaction product obtained by reacting it with collagen is shown in Formula 2. In a 
general structural formula for the compound, the subscript 3 is replaced with an "n". In the embodiment shown in 
Formula 1 , n = 3, in that there are three repeating CH 2 groups on either side of the PEG. 

[0049] The structure in Formula 2 results in a conjugate which includes an "ether** linkage which is less subject to 
hydrolysis. This is distinct from the conjugate shown in Formula 1 , wherein an ester linkage is provided. The ester 
linkage is subject to hydrolysis under physiological conditions. 



FORMULA 1 



SE-PEG, n 
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= 3: Difunctionally Activated PEG Succinimidyl (Ether Linkage) 



[0050] 



O 



10 



15 



20 



N<K>C-(CH 2 )3-0-PEG-0-(CH 2 )3-C<>0-N ^jj 



coIIagen-NH 2 



co!lagen-NH2 



coilagen-HN-OC-{CH2)3-0-PEG-0(CH2)3-CONH-coltagen 



25 



30 

FORMULA 2 

[0051] Yet another difunctionally activated form of polyethylene glycol, wherein n = 2, is shown in Formula 3, as is 
35 the conjugate formed by reacting the activated PEG with collagen. 



40 
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= 2: Difunctionally Activated PEG Succinimidyl (Ether Linkage) 



00(CH 2 )2-0- pEG -°-( CH 2)2 



coHagen-NH2 



collagen-NH2 



col!agen4W<)CKC^^^ 



FORMULA 3 



[0053] Another preferred embodiment of the invention similar to the compounds of Formulas 2 and 3 is provided 
when n = 1 . The structural formula and resulting collagen-synthetic polymer conjugate are shown in Formula 4. It is 
noted that this conjugate includes both an ether and a peptide linkage. These linkages are stable under physiological 
conditions. 
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SE-PEG, n = 1: 
[0054] 
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Difunctionally Activated PEG Succinimidyl (Ether Linkage) 



N-0-OC-CH 2 0-PEG-0-CH 2 -CO-0-N 
A 4 TO 



collagen-NH2 



collagen-NH2 



coHagen-HN-OC.CH 2 -O.PEG-0-CH 2 -CO-NH-collagen 



FORMULA 4 



[0055] Another difunctionally activated form of PEG is referred to as PEG succinimidyl succinamide (SSA-PEG). 
The structural formula for this compound and the reaction product obtained by reacting it with collagen is shown in 
Formula 5. In the structure shown in Formula 1 , n = 2; however, related compounds, wherein n = 1 or n = 3-10, may 
also be used in the practice of the invention. 

[0056] The structure in Formula 5 results in a conjugate which includes an "amide" linkage which, like the ether 
linkage previously described, is less subject to hydrolysis and is therefore more stable than an ester linkage. 
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= 2: Difunctionalfy Activated PEG Succinimidyl Succinamide 



[0057J 



N-0-CO-(CH 2 ) n -OC-HN-PEG-NH-CO-(CH 2 ) n -CO-0-N 



colIagen-NH 2 



coflagen-NH2 



co!lagen-HN-CO-(CH 2 ) n -OC-HN-PEG-NH-CO-(CH 2 ) n -CO-NH-coIlagen 



FORMULAS 



[0058] Yet another difunctionally activated form of PEG is provided when n = 0. This compound is referred to as PEG 
succinimidyl carbonate (SC-PEG). The structural formula of this compound and the conjugate formed by reacting 
SC-PEG with collagen is shown in Formula 6. 
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SC-PEG, n = 
[0059] 
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0: D if u fictionally Activated PEG Succinimidyl Carbonate 



N-O-OC-O-PEG-O-CO-O-N 



c»Ilagen-NH2 



coHagen-NH2 



coIlagen-HN-OC-O-PEG-O-CO-NH-coIIagen 



FORMULA 6 



[0060] All of the activated polyethylene glycol derivatives depicted in Formulas 1 - 6 involve the inclusion of the 
succinimidyl group. However, different activating groups can be attached at sites along the length of the PEG molecule. 
For example, PEG can be derivatized to form difunctionally activated PEG propion aldehyde (A-PEG), which is shown 
in Formula 7, as is the conjugate formed by the reaction of A-PEG with collagen. The linkage shown in Formula 6 is 
referred to as a -(CH 2 ) n -NH- linkage, where n = 1 - 10. 
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A-PEG: Difunctionally Activated PEG Propion Aldehyde 
[0061] 



OHC-(CH 2 ) 2 -0-PEG-0-(CH 2 ) 2 -CHO 



colIagen-NH 2 



coI!agen-NH2 



collagen-HNKCH 2 )3-0-PEG-0(CH 2 )3-NH-<x}Iiagen 



FORMULA 7 



[0062] Yet another form of activated polyethylene glycol is difunctionally activated PEG glycidyl ether (E-PEG), which 
is shown in Formula 8, as is the conjugate formed by reacting such with collagen. 



13 



EP 0 747 066 B1 

E-PEG: Difunctionally Activated PEG Glycidyl Ether 
[0063] 



CH 2 -CH^CH 2 -0-PEG-C>CH2-CH'CH2 



coI(agen-NH 2 



colIagen-NH2 



c»ilagen4iN-CH2-CH^ 

OH OH 



FORMULA 8 



[0064] Many of the activated forms of polyethylene glycol described above are now available commercially from 
Shearwater Polymers, Huntsville, Alabama, and Union Carbide, South Charleston, West Virginia. The various activated 
forms of polyethylene glycol and various linkages wh ich can be used to produce collagen - synthetic polymer conjugates 
having a range of physical and chemical properties are described in further detail in U.S. Patent No. 5,328,955, issued 
July 12,1994, to Rhee et aL 

[0065] The concentration of muftifunctionally activated synthetic hydrophilic polymer used to prepare the composi- 
tions of the present invention will vary depending upon a number of factors, including the type and molecular weight 
of the synthetic polymer used and the collagen protein concentration of the collagen suspension. In general, we have 
found that synthetic polymer concentrations in the range of about 0.1 to about 1 0 percent by weight of the final com- 
position are preferred for use in the compositions and methods of the present invention. For example, a final composition 
having a total weight of 1 gram (1000 milligrams) would contain between about 1 to about 100 milligrams of multifunc- 
tionally activated synthetic polymer. 

[0066] Preferred multifunctionally activated polyethylene glycols for use in the present invention are difunctionally 
activated SG-PEG (as depicted in Formula 1) and difunctionally activated SE-PEG (shown in Formulas 2 - 4). 
[0067] In a general method for preparing the preferred bioadhesive compositions of the invention, an aqueous sus- 
pension of fibrillar collagen is mixed with a fiber disassembly agent in an amount sufficient to render the collagen 
substantially nonfibrillar at pH 7. The resulting nonfibrillar collagen is then mixed with a multifunctionally activated 
synthetic hydrophilic polymer in order to initiate crosslinking between the collagen and the synthetic polymer. 

USE AND ADMINISTRATION 

[0068] In a general method for effecting the attachment of a first surface to a second surface: 1) collagen and a 
multifunctionally activated synthetic hydrophilic polymer are provided; 2) the collagen and synthetic polymer are mixed 
together to initiate crosslinking between the collagen and the synthetic polymer; 3) the collagen - synthetic polymer 
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mixture is applied to a first surface before substantial crosslinking has occurred between the collagen and the synthetic 
polymer; and 4) the first surface is contacted with a second surface to effect adhesion between the first surface and 
the second surface. At least one of the first and second surfaces is preferably a native tissue surface. 
[0069] For example, the collagen and multifunctionally activated synthetic hydrophilic polymer are generally provided 
In separate syringes, the contents of which are then mixed together using a syringe-to-syringe mixing technique just 
prior to delivery to a first surface. The synthetic polymer is generally used in sterile, dry form {as described in EP-A-0 
697 21 8) to prevent the loss of crosslinking ability due to hydrolysis which typically occurs upon exposure of hydrophilic 
polymers to aqueous media. 

[0070] The collagen and synthetic polymer are preferably mixed for a minimum of 20 (more preferably, at least 30) 
passes to ensure adequate mixing of the dry polymer with the collagen. As crosslinking between the collagen and the 
synthetic polymer is generally initiated during the mixing process, it is important to deliver the collagen - synthetic 
polymer reaction mixture to the first surface as soon as possible after mixing. 

[0071] The collagen - synthetic polymer reaction mixture can be extruded onto the first surface from the opening of 
a syringe or other appropriate extrusion device. Following application, the extruded collagen - synthetic polymer reac- 
tion mixture can be spread over the first surface using a spatula, if necessary. Alternatively, the synthetic polymer and 
the collagen that results from mixing fibrillar collagen and the fiber disassembly agent can be mixed together in an 
appropriate mixing dish or vessel, then applied to the first surface using a spatula. 

[0072] In an alternative method for preparing the reaction mixture, the collagen and synthetic polymer are contained 
in separate chambers of a spray can or bottle with a nozzle, or other appropriate spraying device. In this scenario, the 
collagen and synthetic polymer do not actually mix until they are expelled together from the nozzle of the spraying 
device. 

[0073] Following application of the collagen - synthetic polymer reaction mixture, the first surface is contacted with 
a second surface. If the two surfaces are contacted before substantial crosslinking has occurred between the collagen 
and the synthetic polymer, synthetic polymer molecules will also covalently bond with lysine residues on collagen 
molecules present on either or both of the surfaces, providing improved adhesion. 

[0074] The two surfaces may be held together manually or using other appropriate means while the crosslinking 
reaction is proceeding to completion. Crosslinking between the collagen and synthetic polymer is typically complete 
within 20 to 60 minutes after mixing of the collagen with the synthetic polymer 

[0075] At least one of the first and second surfaces is preferably a native tissue surface. As used herein, the term 
"native tissue" refers to biological tissues that are native to the body of the specific patient being treated. As used 
herein, the term "native tissue" is intended to include biological tissues that have been elevated or removed from one 
part of the body of a patient for implantation to another part of the body of the same patient (such as bone autografts, 
skin flap autografts, etc.). For example, the compositions of the invention can be used to adhere a piece of skin from 
one part of a patient's body to another part of the body, as in the case of a bum victim. 

[0076] The other surface may be a native tissue surface, a non-native tissue surface, or a surface of a synthetic 
implant. As used herein, the term "non-native tissue" refers to biological tissues that have been removed from the body 
of a donor patient (who may be of the same species or of a different species than the recipient patient) for implantation 
into the body of a recipient patient (e.g., tissue and organ transplants). For example, the crosslinked polymer compo- 
sitions of the present invention can be used to adhere a donor cornea to the eye of a recipient patient. 
[0077] As used herein, the term "synthetic implant" refers to any biocompatible material intended for implantation 
into the body of a patient not encompassed by the above definitions for native tissue and non-native tissue. Synthetic 
implants include, for example, synthetic blood vessels, heart valves, artificial organs, bone prostheses, implantable 
lenticules, etc.. 

[0078] Because of their optical clarity, nonfibrillar collagen-based bioadhesive compositions that result from the 
present invention are particularly well suited for use in ophthalmic applications. For example, a synthetic lenticule for 
correction of vision can be attached to the Bowman's layer of the cornea of a patient's eye using the methods of the 
present invention. As disclosed in EP-A-0 656 214 a chemically modified collagen (such as succinylated or methylated 
collagen) which is in.substantially nonfibrillar form at pH 7 can be crosslinked using a synthetic hydrophilic polymer, 
then molded into a desired lenticular shape and allowed to complete crosslinking. The resulting crosslinked collagen 
lenticule can then be attached to the Bowman's layer of a de-epithelialized cornea of a patient's eye using the methods 
of the present invention . By applying the nonfibrillar collagen - synthetic polymer reaction mixture to the anterior surface 
of the cornea, then contacting the anterior surface of the cornea with the posterior surface of the lenticule before 
substantial crosslinking has occurred between the collagen and the synthetic polymer, the synthetic polymer will also 
covalently bind with collagen molecules in both the corneal tissue and the lenticule to firmly anchor the lenticule in 
place. (Alternatively, the reaction mixture can be applied first to the posterior surface of the lenticule, which is then 
contacted with the anterior surface of the cornea.) 

[0079] In an alternative method for effecting adhesion between two surfaces, both of which contain nucleophilic 
groups (such as primary amino (-NH 2 ) groups or thiol (-SH) groups), a multifunctionally activated synthetic hydrophilic 
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polymer is applied to the first surface, then the second surface is brought into contact with the first surface. The mul- 
tifunctionally activated synthetic hydrophilic polymer will covalently bind to nucleophilic groups on both the first and 
second surfaces, effecting adhesion between the two surfaces. 

[0080] The synthetic polymer may be in aqueous solution, such as water or phosphate-buffered saline (PBS), or in 

5 non-aqueous solution, such as a biocompatible oil. The concentration of synthetic polymer in the solution is preferably 
within the range of about 1 0 to about 400 milligrams of synthetic polymer per milliliter of solution. If an aqueous solution 
is used, the synthetic polymer is preferably mixed with the aqueous solvent just prior to application to the surface in 
need of adhesion in order to prevent loss of adhesiveness due to hydrolysis of the synthetic polymer. 
[0081] Alternatively, the multifunctionally activated synthetic polymer may be used in dry form. For example, the dry 

10 synthetic polymer may be compression molded into a thin sheet or membrane, which can then be sterilized using 
gamma or, preferably, e-beam irradiation. The resulting dry membrane or sheet can be cut to the desired size and then 
applied to a first surface for use in the method described above to effect adhesion between two surfaces. 
[0082] The compositions of the invention may also be used to coat tissues in order to prevent the formation of ad- 
hesions following surgery or injury to internal tissues or organs, in a general method for coating tissues to prevent the 

15 formation of adhesions following surgery, the collagen and a multifunctionally activated synthetic hydrophilic polymer 
are mixed, then a thin layer of the reaction mixture is applied to the tissues comprising, surrounding, and/or adjacent 
to the surgical site before substantial crosslinking has occurred between the collagen and the multifunctionally activated 
synthetic hydrophilic polymer. Application of the reaction mixture to the tissue site may be by extrusion, brushing, 
spraying (as described above), or by any other convenient means. 

20 [0083] Following application of the reaction mixture to the surgical site, crosslinking is allowed to continue in situ 
prior to closure of the surgical incision. Once "equilibrium" (or complete) crosslinking has occurred between the collagen 
and the multifunctionally activated synthetic polymer, tissues brought into contact with tissues that have been coated 
with the compositions of the invention will not stick to the coated tissues. At this point in time, the surgical site can be 
closed using conventional means (sutures, etc). 

25 [0084] The point at which equilibrium crosslinking has been achieved is defined herein as the point at which the 
composition no longer feels tacky or sticky to the touch. In general, compositions that achieve complete crosslinking 
within a relatively short period of time (i.e., 5 - 15 minutes following mixture of the collagen and the synthetic polymer) 
are preferred for use in the prevention of surgical adhesions, so that the surgical site may be closed relatively soon 
after completion of the surgical procedure. 

30 [0085] The compositions of the present invention can be used to block or fill various lumens and voids in the body 
of a mammalian subject. The compositions can also be used as biosealants to seal fissures or crevices within a tissue 
or structure (such as a vessel), or junctures between adjacent tissues or structures, to prevent the leakage of blood 
or other biological fluids. 

35 EXAMPLES 

[0086] The following examples are put forth so as to provide those of ordinary skill in the art with a complete disclosure 
and description of how to make the preferred embodiments of the conjugates, compositions, and devices and are not 
intended to limit the scope of what the inventors regard as their invention. Efforts have been made to ensure accuracy 
40 with respect to numbers used (e.g., amounts, temperature, molecular weight, etc.) but some experimental errors and 
deviation should be accounted for. Unless indicated otherwise, parts are parts by weight, molecular weight is weight 
average molecular weight, temperature is in degrees Centigrade, and pressure is at or near atmospheric. 

Example 1 

45 

(Preparation of PEG Crosslinked Succinyiated Collagen) 

[0087] Six (6) liters of collagen-in-solution (CIS) (3 mg/ml collagen in pH 2 HCl) was adjusted to pH 9 using 0.1 M 
NaOH at room temperature to produce fibrillar collagen. 1 .35 grams of succinic anhydride powder was added to the 

50 fibrillar collagen and the pH maintained between 8.5 and 9, resulting in the formation of succinyiated collagen. The pH 
of the succinyiated collagen was adjusted to 7.2, then to 4.2 using 0.1 M HCl to precipitate the succinyiated collagen. 
The succinyiated collagen was then centrifuged and the supernatant discarded. The pH of the pellet was adjusted to 
7.2 using 0.1 M NaOH. The succinyiated collagen pellet was diluted in water and the collagen concentration of the 
resulting succinyiated collagen solution determined to be 20 mg/ml. 

55 [0088] Solutions of difunctionally activated SG-PEG (3800 MW) in PBS were prepared at different concentrations 
as follows: 1 0 mg SG-PEG in 0.1 ml PBS, 20 mg SG-PEG in 0.1 ml PBS, 50 mg SG-PEG in 0.1 ml PBS, and 100 mg 
SG-PEG in 0.2 ml PBS. Each of the four crosslinker solutions was mixed with 0.9 ml of the 20 mg/ml succinyiated 
collagen using syringe-to-syringe mixing. The four succinyiated collagen - SG-PEG compositions had final SG-PEG 
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concentrations of 10, 20, 50, and 91 mg/ml, respectively. The final collagen concentration of the samples was approx- 
imately 18 mg/ml. 

[0089] The four formulations were observed visually for signs of crosslinking at 5 minutes and 2 hours after mixing. 
As shown in Table 1 , the succinylated collagen formulations containing 50 and 91 mg/ml SG-PEG showed signs of 
5 crosslinking 5 minutes after mixing. All four formulations showed significant crosslinking 2 hours after mixing, forming 
optically clear gels. 



Table 1 



PEG Crosslinking of Succinylated Collagen 


SGPEG PBS 


Succinylated 
Collagen (ml) 


Signs of Crosslinking? 
(5 minutes) 


Signs of Crosslinking? 
(2 hours) 


Final SGPEG Cone, 
(mg/ml) 


(mg) 


(ml) 


10 


0.1 


0.9 




no 


yes 


10 


20 


0.1 


0.9 




no 


yes 


20 


50 


0.1 


0.9 




some signs 


yes 


50 


100 


0.2 


0.9 




some signs 


yes 


91 



20 [0090] The melting temperatures of the succinylated collagen formulations containing 1 0, 20, 50, and 91 mg/ml 
SG-PEG (Samples B, C p and D, respectively) were measured using differential scanning calorimetry (DSC) and com- 
pared with that of noncrosslinked succinylated collagen (Sample A). DSC is a measure of degree of crosslinking which 
is commonly used to evaluate gel stability. 

[0091] DSC results are shown in Figure 1 . The melting temperatures for the crossl inked formulations (B, C, and D) 
25 were significantly higher than that for the noncrosslinked succinylated collagen (A). 

Example 2 

(Preparation of PEG Crosslinked Methylated Collagen) 

30 

[0092] Ninety (90) milliliters of Zyderm® II Collagen without lidocaine (Collagen Corporation, Palo Alto, CA), adjusted 
to 20 mg/ml collagen concentration, was lyophilized to form freeze-dried collagen. The freeze-dried collagen was then 
chopped into small pieces. 

[0093] 8.3 milliliters of concentrated hydrochloric acid and 30 grams of sodium sulfate were added to methanol to 
35 produce anhydrous acidic methanol. The sodium sulfate was then filtered off of the anhydrous acidic methanol. Ap- 
proximately 1 liter of the acidified anhydrous methanol was subsequently mixed with the chopped freeze-dried collagen. 
[0094] After incubation at room temperature for 7 days, methylated collagen was formed. The excess methanol was 
evaporated off. The resulting material was subsequently lyophilized and dialyzed and the collagen concentration was 
adjusted to 20 mg/ml by the addition of 0.02 M Na2HPO 4 /0.13 M NaCI, pH 7.3. 
40 [0095] Solutions of difunctionally activated SG-PEG (3800 MW) in PBS were prepared at different concentrations 
as follows: 3 mg SG-PEG in 0.15 ml PBS, 9 mg SG-PEG in 0.15 ml PBS, 15 mg SG-PEG in 0.15 ml PBS, 30 mg 
SG-PEG in 0.15 ml PBS, 45 mg SG-PEG in 0.15 ml PBS, 75 mg SG-PEG in 0.15 ml PBS, 111 mg SG-PEG in 0.2 ml 
PBS, and 165 mg SG-PEG in 0.2 ml PBS. Each of the crossiinker solutions was mixed with 1 .35 ml of the 20 mg/ml 
methylated collagen using syringe-to-syringe mixing. The methylated collagen - SG-PEG compositions had final 
45 SG-PEG concentrations of 2, 6, 10, 20, 30, 50, 72, and 106 mg/ml, respectively. The final collagen concentration of 
the samples was approximately 18 mg/ml. 

[0096] The resulting formulations were evaluated qualitatively for elasticity and get strength. As shown in Table 2, 
the formulations containing 30 and 50 mg/ml SG-PEG showed signs of crosslinking immediately upon mixing. The 
compositions containing 2, 6, 10, and 20 mg/ml SG-PEG required approximately 5 to 10 minutes for crosslinking. The 

50 compositions containing 72 and 106 mg/ml SG-PEG required longer than 10 minutes for gel formation, forming weak, 
inelastic gels. The compositions containing between 2 - 20 mg/ml SG-PEG resulted in the strongest, most elastic gels. 
The composition containing 30 mg/ml SG-PEG formed a gel with good strength, but low elasticity, which could be 
useful in applications where elasticity is not a desired characteristic. Compositions of methylated collagen containing 
greater than 30 mg/ml SG-PEG showed poor elasticity and gel strength. All gels were optically clear. 

55 [0097] The melting temperatures of the methylated collagen formulations containing 2, 10,30, and 72 mg/ml SG-PEG 
(Samples E, F, G, and H respectively) were measured using differential scanning calorimetry (DSC) and compared 
with that of noncrosslinked methylated collagen. The DSC results for the noncrosslinked and crosslinked samples are 
shown in Figures 2 and 3, respectively. The melting curve profiles indicate that the crosslinked formulations contain a 
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heterogeneous population of molecules, most of which melt at a higher temperature than the noncrosslinked collagen. 
[0098] As shown in Table 2, the melting temperatures for the crosslinked formulations were significantly higher than 
that for the noncrosslinked methylated collagen. 

5 Table 2 



PEG Crosslinking of 20 mg/ml Methylated Collagen 


Final SG-PEG Cone, (mg/ml) 


Time to Form Gel 


Elasticity 


Gel Strength 


DSC Tm (°C) 










Range 


0 








38-43 


2 


5-10 min. 


elastic 


good 


45-60 


6 


5-10 min. 


elastic 


good 




10 


5-10 min. 


very elastic 


very good 


45-68 


20 


5 min. 


slightly elastic 


good 




30 


immediate 


not elastic 


good 


47-62 


50 


immediate 


slightly elastic 


not good 




72 


>10 min. 


not elastic 


not good 


40-70 


106 


>10 min. 


not elastic 


not good 





20 — : 

Example 3 

(In vitro Delivery & Attachment of in situ Polymerizable Lenticule to Bovine Cornea) 



25 [0099] Methylated collagen having a collagen concentration of 30 mg/ml was prepared as described in Example 2. 
The epithelial layer of the cornea of an excised bovine eye was removed using a blunt metal spatula. Following de- 
epithelialization, the cornea was washed with PBS, and dried thoroughly using a sponge. 

[0100] A solution of 10 mg difunctionally activated SG-PEG (3800 MW) in 0.1 ml PBS was prepared. The crossl inker 
solution was mixed with 0.9 ml of the 30 mg/ml methylated collagen using syringe-to-syringe mixing. Immediately 
30 following mixing, approximately 0.2 mi of the methylated collagen - SG-PEG material was extruded from the opening 
of the 1 .0 cc syringe onto the surface of the de-epithelialized bovine cornea. 

[01 01] The methylated collagen - SG-PEG material was molded in place on the cornea using a polymethylmethacr- 
ylate (PMMA) or polysulfone mold. Crosslinking and gel formation of the collagen-polymer occurred within approxi- 
mately three minutes to form a lenticule in situ on the bovine cornea. 
35 [01 02] Following gel formation, the mold was removed from the collagen-polymer material. The surface of the in situ 
formed lenticule was irrigated with PBS. The lenticule was secure and not dislodged by the irrigation. Gentle teasing 
of the lenticule with a spatula indicated that it was favorably attached to the cornea. The lenticule was able to be 
removed by "peeling" with a spatula. 

[01 03] Histological examination (at 1 0Ox magnification) was performed on the bovine cornea before and after removal 
40 of the methylated collagen - SG-PEG lenticule. Histological examination before lenticule removal indicated an intimate 
interface between the lenticule and the cornea. Following lenticule removal, the surface of the cornea showed no 
obvious damage or aberrations. 

[0104] The above experiment was repeated using a material prepared from succinylated collagen, at a 36% level of 
succinylation and a 30 mg/ml collagen concentration. Twenty (20) milligrams of difunctionally activated SG-PEG was 
45 dissolved in 0.1 ml PBS. The crosslinker solution was subsequently mixed with 0.9 mg of the 30 mg/ml succinylated 
collagen using syringe-to-syringe mixing, then delivered to a de-epithelialized bovine cornea. Gel formation occurred 
within approximately 10 minutes following delivery of the collagen-polymer material to the cornea. Qualitative compar- 
ison revealed the methylated collagen - SG-PEG material to have better attachment to the cornea than the succinylated 
collagen - SG-PEG material. 

50 

Example 4 



(Use of PEG Crosslinked Methylated Collagen as a Bioadhesive) 

[01 05] The following formulations were prepared using methylated collagen (at various collagen concentrations) and 
various concentrations of difunctionally activated SG-PEG (3800 MW). The formulations were qualitatively assessed 
for adhesion to bloody wound sites in a previously sacrificed rabbit. 
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Formulation A: 

[0106] Nine hundred (900) microliters (u,l) of methylated collagen (prepared as described in Example 1), having a 
collagen concentration of 33 mg/ml, was mixed with approximately 13.5 mg of difunctionally activated SG-PEG (3800 
5 MW) in 1 50 uJ of PBS (phosphate-buffered saline) (40:1 molar ratio of SG-PEG to collagen). This material was extruded 
onto a bloody wound site on the liver of a previously sacrificed rabbit and allowed to gel for 1 minute. The skin was 
then placed on top of the gel and held in place for 1 minute. The skin was removed and the condition of the gel examined. 
The methylated collagen - SG-PEG gel adhered very well to the liver, not as well to the skin. 

10 Formulation B: 

[0107] Nine hundred (900) microliters (uJ) of methylated collagen, having a collagen concentration of 33 mg/ml, was 
mixed with approximately 27 mg of difunctionally activated SG-PEG (3800 MW) in 150 *il of PBS (80:1 molar ratio of 
SG-PEG to collagen). This material was extruded onto a bloody wound site on the muscle of a previously sacrificed 
'5 rabbit and allowed to get for 1 minute. The skin was then placed on top of the gel and held in place for 1 minute. The 
skin was removed and the condition of the gel examined. The methylated collagen • SG-PEG gel adhered very well to 
the wound site, not as well to the skin. 

Formulation C: 

20 

[0108] 4.5 milliliters (ml) of methylated collagen, having a collagen concentration of 64 mg/ml, was mixed with ap- 
proximately 325 mg of difunctionally activated SG-PEG (3800 MW) in 0.5 ml of PBS (100:1 molar ratio of SG-PEG to 
collagen). This material was extruded onto a bloody wound site of a previously sacrificed rabbit and allowed to gel for 
1 minute. The skin was then placed on top of the gel and held in place for 1 minute. The skin was removed and the 
25 condition of the gel examined. The methylated collagen - SG-PEG gel adhered very well to the wound site, not as well 
to the skin. 

Formulation D: 

30 [0109] 1 .8 milliliters (ml) of methylated collagen, having a collagen concentration of 35 mg/ml, was mixed with 71 .4 
mg of difunctionally activated SG-PEG (3800 MW) in 250 uJ of PBS (100:1 molar ratio of SG-PEG to collagen). The 
material was mixed using syringe-to-syringe mixing for 30 passes of material between syringes, then extruded onto a 
bloody wound site of a previously sacrificed rabbit. A collagen - SG-PEG membrane (approximate diameter: 4.5 cm) 
containing a 2: 1 molar ratio of SG-PEG to collagen was immediately placed on top of the extruded SG-PEG - collagen 

35 material, which was allowed to gel for 1 minute. The skin was then placed on top of the membrane and held in place 
for 1 minute. The skin was removed and the condition of the gel and the membrane examined. The methylated collagen 
- SG-PEG gel adhered very well to the wound site and to the membrane. 

Formulation E: 

40 

[0110] 1 .8 milliliters (ml) of methylated collagen, having a collagen concentration of 35 mg/ml, was mixed with 71 .4 
mg of difunctionally activated SG-PEG (3800 MW) in 250 uJ of PBS (100:1 molar ratio of SG-PEG to collagen). The 
material was mixed using syringe-to-syringe mixing for 30 passes of material between syringes, then extruded onto a 
bloody wound site of a previously sacrificed rabbit, then allowed to gel for 1 minute. The skin was then placed on top 
45 of the gel and held in place for 1 minute. The skin was removed and the condition of the gel examined. The methylated 
collagen - SG-PEG gel adhered very well to the wound site, not as well to the skin. 

Example 5 

50 (Bioadhesive Formulations Comprising Mixtures of Methylated Collagen and Fibrillar Collagen Crosslinked With PEG) 

[0111] The following experiments were performed to assess the adhesion of PEG-crosslinked fibrillar collagen to 
bovine eyes (obtained from Ferara Meats, Santa Clara, CA). The experiments were performed less than 24 hours 
following harvest of the eyes from the sacrificed animals. The eyes were washed and soaked in PBS. 
55 [01 1 2] Three eyes were de-epithelialized, washed in PBS , then dried. Three formulations were evaluated, as follows: 
[0113] Fibrillar collagen (68 mg/ml collagen concentration) was mixed with difunctionally activated SG-PEG (3800 
MW) in a 20:1 molar ratio of SG-PEG to collagen, then immediately applied to a de-epithelialized eye. 
[0114] Fibrillar collagen (68 mg/ml collagen concentration) was mixed with difunctionally activated SG-PEG in a 20: 
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1 molar ratio of SG-PEG to collagen, the formulation was centrifuged to remove air bubbles, then applied to a de- 
epithetialized eye approximately 2 minutes after mixing. 

[01 1 5] Methylated collagen (37.2 mg/ml collagen concentration) was mixed with dif unctionally activated SG-PEG in 
a 20:1 molar ratio of SG-PEG to collagen, then immediately applied to a de-epithelialized eye. Fibrillar collagen (68 
mg/ml collagen concentration) was mixed with difuncdonatiy activated SG-PEG in a 20:1 molar ratio of SG-PEG to 
collagen, then immediately applied on top of the methylated collagen - SG-PEG formulation. 
[01 16] After 2 hours at room temperature, attachment of the collagen - SG-PEG formulations to the eyes was qual- 
itatively assessed. The compositions comprising fibrillar collagen and SG-PEG were found to have no attachment to 
the de-epithelialized eyes. The composition comprising methylated collagen and SG-PEG was found to adhere very 
well to the de-epithelialized eye. 

[0117] The formulations set forth in Table 3, below, were prepared by mixing fibrillar collagen (37.2 mg/ml collagen 
concentration) with methylated collagen (37.2 mg/ml collagen concentration), then crosslinking using 0.4% (weight / 
volume) dif unctionally activated SG-PEG (3800 MW). 



Table 3 



Bioadhesive Formulations Comprising Mixtures of Methylated Collagen and Fibrillar Collagen Crosslinked Using 




Difunctionally Activated SG-PEG 




Fibrillar Collagen (g) 


Methylated Collagen (g) 


% (w/w) Fibrillar Collagen 


0.72 


0.18 


80 


0.63 


0.27 


70 


0.54 


0.36 


60 


0.45 


0.45 


50 


0.36 


0.54 


40 


0.27 


0.63 


30 



[01 1 8] Each of the six formulations was applied to a de-epithelialized bovine eye. The formulations all adhered well 
to the de-epithelialized eyes; however, strength of attachment was found to increase with increasing methylated col- 
lagen content (i.e., decreasing fibrillar collagen content) of the formulation. 



Example 6 

[In vivo Adhesion of Various Collagen-based Formulations) 

[0119] The bladder of a previously sacrificed pig was cut open and 0.2 cc each of various collagen-based formula- 
tions, as set forth in Table 4, below, were injected from a 1 -cc syringe through a 27-gauge needle into the inner bladder 
wall. The pig bladder was then covered with a damp towel (to keep the tissue moist) and incubated at 37°C for ap- 
proximately one (1) hour. 

[0120] The tissue covering the upper surface of the implants was excised to reveal the implants. The attachment of 
each of the implants to the underlying tissue was assessed qualitatively, as set forth in Table 4, below. 



Table 4 



Attachment of Various Collagen -based Formulations to Pig Bladder Wall 


Material 


Gel Formation 


Attachment to Tissue 


Zyplast® I Collagen (glutaraldehyde crosslinked fibrillar collagen, 35 mg/ 


None 


None 


ml collagen concentration) 






Zyplast II Collagen (glutaraldehyde crosslinked fibrillar collagen, 65 mg/ 


None 


None 


ml collagen concentration) 






Zyderm® I Collagen (noncrosslinked fibrillar collagen, 35 mg/ml collagen 


Firm gel 


Strong 


concentration) 


70:30 (w/w) mixture of Zyplast I & Zyderm I Collagens, crosslinked with 


Firm gel 


Strong 


0.3% (w/v) DSE-PEG* 




Methylated collagen (noncrosslinked nonfibrillar collagen, 35 mg/ml 


Soft gel 


Weak 


collagen concentration) crosslinked with 0.3% (w/v) DSE-PEG* 





* DSE-PEG = Difunctionally activated SE-PEG, 3800 MW 
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[01211 All of the PEG-crosslinked formulations showed attachment to tissue, although the PEG-crosslinked compo- 
sitions comprising fibrillar collagen showed stronger attachment than did the PEG-crosslinked nonfibrillar (methylated) 
collagen formulation, indicating that the ratios of DSE-PEG to methylated collagen used in this experiment were not 
optimal. 

5 

Example 7 

(Preparation of Collagen-based Bioadhesive Compositions) 

10 [0122] One (1) milliliter of glycerol (obtained from Sigma St. Louis, MO) was autoclaved for sterilization. A 3-cc 
syringe containing 1 ml of Zyderm® II Collagen (65 mg/ml collagen protein concentration, obtained from Collagen 
Corporation, Palo Alto, CA) was attached to the syringe containing glycerol via a three-way stopcock. The glycerol and 
collagen were then mixed for approximately 100 passes using syringe-to-syringe mixing. 

[0123] One (1) gram of sucrose (obtained from Sigma, St. Louis, MO) was weighed into a weigh boat. One milliliter 
15 of Zyderm II Collagen was added to the sucrose in the weigh boat. The sucrose and collagen were mixed until the 
collagen became clear. The collagen - sucrose mixture was filled into a 3-cc syringe. 

[0124] The glycerol - collagen and sucrose - collagen mixtures were then mixed with various quantities of sterile, 
dry, difunctionally activated SG-PEG (DSG-PEG, 3800 MW), contained within a 3-cc syringe, using syringe-to-syringe 
mixing. When the collagen formulation and DSG-PEG had been adequately mixed, the resulting composition could be 
20 extruded onto a surface, then contacted with a second surface, to effect adhesion between the two surfaces. 

Example 8 

(Characterization of Collagen-based Bioadhesive Compositions) 

25 

[0125] The formulations listed in Table 5 were prepared, according to the methods described in the Examples above, 
and evaluated qualitatively for adhesion characteristics (i.e., tackiness) and form (i.e., handling properties). The for- 
mulations were rated on a scale of 0 to 3, with a rating of 3 indicating that the formulation was very tacky or had very 
good form, and a rating of 0 indicating that the formulation had poor tackiness or form. 

30 

Table 5 





Characterization of Collagen -based Bioadhesive Formulations 




Formulation 


Temp. (°C) 


pH 


Collagen Cone, (mg/ml) 


DSG-PEG Cone. (%wt) 


Adhesion 


Form 


35 


DC/DSG-PEG 


>40 


7 


100-150 


1 


2 


2 




DC/DSG-PEG 


>40 


7 


100-150 


0.1 


2 


2 




MC/DSG-PEG 


20 


7 


60 


1 


1 


1 




MC/DSG-PEG 


20 


7 


60 


0.1 


2 


2 


40 


MC/DSG-PEG 


>40 


7 


60 


1 


1 


1 


MC/DSG-PEG 


>40 


7 


60 


0.1 


2 


3 




SC/DSG-PEG 


20 


7 


50 


1 


3 


3 




GC/DSG-PEG 


20 


7 


65 


1 


3 


3 




GC/DSG-PEG 


20 


7 


65 


0.1 


3 


3 


45 


GC/DSG-PEG 


20 


7 


35 


1 


3 


3 




GC/DSG-PEG 


20 


7 


35 


0.1 


3 


3 


50 


DC = Denatured collagen (i.e., gelatin) 
MC = Methylated collagen 
SC = Sucrose / collagen 
GC = Glycerol / collagen 



[0126] All of the sucrose / collagen / DSG-PEG and glycerol / collagen / DSG-PEG formulations demonstrated ex- 
cellent adhesion characteristics and handling properties. The methylated collagen / DSG-PEG formulations did not 
show quite as good adhesion and handling characteristics, indicating that the ratios of DSG-PEG to methylated collagen 
used in this experiment were not optimal. 
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Example 9 

(In vivo Evaluation of Solutions of Difunctionally Activated SE-PEG as Bioadhesives on De-epithelialized Rabbit 
Corneas) 

5 

[0127] Preformed lenticules were prepared according to the following procedure: Methylated collagen (53 mg/ml 
collagen concentration) was mixed with 40 mg of difunctionally activated SG-PEG (DSG-PEG, 3800 MW, obtained 
from Shearwater Polymers, Huntsville, AL) and formed into a curved film having a thickness of approximately 250 urn 
Circular lenticules having a diameter of 7 - 8 mm were cut out of the film. The lenticules were placed in solutions 

io comprising 80 mg DSG-PEG in 2 ml PBS or 2 ml of 0.2% glutaraldehyde and allowed to incubate overnight. 

[0128] The corneas of several male New Zealand white rabbits were de-epithelialized using a gill knife. A solution 
comprising 40 mg of difunctionally activated SE-PEG (DSE-PEG, 3800 MW, obtained from Shearwater Polymers, 
Huntsville, AL) in 200 u.l of PBS was applied to the concave portion of the preformed collagen lenticules prepared as 
described above. Within 2 minutes, the excess DSE-PEG solution was aspirated out using a pipettor. The preformed 

15 collagen lenticules were then immediately applied to the surface of the de-epithelialized corneas. 

[0129] The preformed lenticules were found to adhere well to the de-epithelialized corneal tissue with the DSE-PEG 
"adhesive". The lenticules could easily be removed by gentle manipulation with a gill knife. 

Example 1 0 

20 

(In vivo Evaluation of Solutions of Difunctionally Activated SE-PEG as Bioadhesives on De-epithelialized Rabbit 
Corneas) 

[0130] The corneas of several male New Zealand white rabbits were de-epithelialized using a gill knife. Solutions 
25 comprising 40, 53, or 66 mg of difunctionally activated SE-PEG (DSE-PEG, 3800 MW, obtained from Shearwater 
Polymers, Huntsville, AL) in 200 \i\ of PBS were applied to the concave portion of the de-epithelialized rabbit corneas. 
Within 2 minutes, the excess DSE-PEG solution was aspirated out using a pipettor. Preformed collagen lenticules 
(obtained from Imedex, Lyon, France) were then immediately applied to the surface of the de-epithelialized corneas. 
[0131] The preformed lenticules were found to adhere well to the de-epithelialized corneal tissue with the DSE-PEG 
30 "adhesive". The lenticules could easily be removed by gentle manipulation with a gill knife. 

[0132] After 7 days, the lenticule that had been adhered to a rabbit cornea using the 53 mg/ml DSE-PEG solution 
was observed. The central portion of this particular lenticule was found to have good adhesion to the cornea; however, 
the edges of the lenticule were not tightly adhered to the cornea. The central portion of the cornea was observed to 
be slightly opaque. It is believed that there may have been protein deposition between the lenticule and the cornea 
35 and that the DSE-PEG covalently bound to the deposited protein and held it in place on the surface of the cornea, 
resulting in the observed opacity of the central portion of the eye. 

Example 11 

40 (in vivo Evaluation of a Solution of Difunctionally Activated SE-PEG as a Bioadhesive on a De-epithelialized Primate 
Cornea) 

[01 33] The cornea of a macaque monkey (Macaca cynomoiogous) was de-epithelialized using a gill knife. A solution 
comprising 40 mg of difunctionally activated SE-PEG (DSE-PEG, 3800 MW, obtained from Shearwater Polymers, 

45 Huntsville, AL) in PBS was applied to the concave portion of a preformed collagen lenticule (obtained from Imedex, 
Lyon, France). Within 2 minutes, the excess DSE-PEG solution was aspirated out using a pipettor. The preformed 
collagen lenticule was then immediately applied to the surface of the de-epithelialized corneal tissue. 
[0134] After 3 weeks, the lenticule was found to be firmly attached to the cornea of the monkey. No corneal opacity 
was observed. Minimal inflammation was observed during the first week following the procedure. The inflammation, 

50 however, had subsided by week 2. 



Claims 

1 . A bioadhesive composition comprising fibrillar collagen, a fiber disassembly agent, and a multif unctionally activated 
synthetic hydrophilic' polymer, wherein the fiber disassembly agent is present in an amount sufficient to render the 
collagen substantially nonfibrillar at pH 7, and wherein the collagen and synthetic polymer covalently bind to form 
a collagen-synthetic polymer conjugate. 
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2. The composition of claim 1 , wherein the fiber disassembly agent is selected from the group consisting of; a bio- 
compatible alcohol, an amino acid, an inorganic salt, and a carbohydrate. 

3. The composition of claim 2, wherein the fiber disassembly agent is a biocompatible alcohol selected from the group 
5 consisting of glycerol and propylene glycol. 

4. The composition of any one of the preceding claims, wherein the multifunctionally activated synthetic hydrophilic 
polymer is a multifunctionally activated polyethylene glycol. 

10 5. The composition of claim 4, wherein the multifunctionally activated polyethylene glycol is selected from the group 
consisting of difunctionally activated SG-PEG and difunctionally activated SE-PEG. 

6. A composition according to any preceding claim for use in a method for effecting the nonsurgical attachment of a 
first surface to a second surface, comprising the steps of: 

15 

mixing the fibrillar collagen and the fiber disassembly agent in an amount sufficient to render the collagen 
substantially non-fibrillar at pH 7; 

mixing the resulting collagen and the synthetic polymer to initiate crosslinking between them; 
applying the mixture of collagen and synthetic polymer to a first surface before substantial crosslinking has 
20 occurred between the collagen and the synthetic polymer; and 

contacting the first surface with the second surface to effect adhesion between them. 

7. A composition according to any of claims 1 to 5 for use in a method for preventing the formation of adhesions 
following surgery, comprising the steps of: 

25 

mixing fibrillar collagen with a fiber disassembly agent in an amount sufficient to render the collagen substan- 
tially non-fibrillar at pH 7; 

mixing the resulting collagen and a multifunctionally activated hydrophilic polymer to initiate crosslinking ther- 
ebetween; 

30 applying the mixture of collagen and synthetic polymer to tissue comprising, surrounding, or adjacent to a 

surgical site.before substantial crosslinking has occurred between the collagen and synthetic polymer; 
allowing the collagen and synthetic polymer to continue crosslinking in situ until equilibrium crosslinking has 
been achieved; and 
effecting closure of the surgical site. 

35 

8. The composition of claim 6 or 7, wherein at least one of the first and second surfaces is a native tissue surface. 

9. The composition of claim 8, wherein one of the first and second surfaces is a native tissue surface and the other 
of the first and second surfaces is a non-native tissue surface or a surface of a synthetic implant. 

40 

10. The composition of claim 8, wherein both the first and second surfaces are native tissue surfaces. 

11. The composition of any preceding claim, wherein the fibrillar collagen is present as part of a mixture of nonfibrillar 
collagen and fibrillar collagen. 

45 

1 2. The composition of any preceding claim, wherein the fibrillar collagen comprises a mixture of particulate crosslinked 
fibrillar collagen and noncrosslinked fibrillar collagen. 

13. The composition of claim 12, wherein the particulate crosslinked fibrillar collagen comprises glutaraldehyde- 
so crosslinked collagen. 

14. The composition of claim 12, wherein the particulate crosslinked fibrillar collagen comprises between about 25 % 
to about 95 % and the noncrosslinked fibrillar collagen comprises between about 5 % to about 75 % by weight of 
the composition. 

55 

15. The composition of any preceding claim, wherein the fibrillar collagen is denatured collagen. 
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Patentansp ruche 

1 . Eine Bioklebstoffzusammensetzung, welche fibrillares Koliagen, ein Faserzerlegungsmittel und ein multifunktional 
aktiviertes synthetisches hydrophiles Polymer umfasst, wobei das Faserzerlegungsmittel in einer Menge vorliegt, 
die ausreicht, urn das Koliagen bei pH 7 im wesentlichen nichtfibrillar zu machen, und wobei das Koliagen und 
das synthetische Polymer kovalent binden, urn ein Konjugat aus Koliagen und synthetischem Polymer zu bilden. 

2. Die Zusammensetzung nach Anspruch 1 1 wobei das Faserzerlegungsmittel ausgewahlt ist aus der Gruppe beste- 
hend aus einem biokompatiblen Aikohol, einer Aminosaure, einem anorganischen Salz undeinem Kohlenhydrat. 

3. Die Zusammensetzung nach Anspruch 2, wobei das Faserzerlegungsmittel ein biokompatibler Alkohol ist, der 
ausgewahlt ist aus der Gruppe bestehend aus Glycerol und Propylenglycol. 

4. Die Zusammensetzung nach irgendeinem der vorhergehenden Anspruche, wobei das multifunktional aktivierte 
synthetische hydrophile Polymer ein multifunktional aktivierter Pofyethylenglycol ist. 

5. Die Zusammensetzung nach Anspruch 4, wobei der multifunktional aktivierte Potyethylenglycol ausgewahlt ist aus 
der Gruppe bestehend aus difunktional aktiviertem SG-PEG und difunktional aktiviertem SE-PEG. 

6. Eine Zusammensetzung gemaB irgendeinem vorhergehenden Anspruch zur Verwendung in einem Verfahren zum 
Bewirken einer nichtoperativen Befestigung einer ersten Oberflache an einer zweiten Oberflache, welches die 
folgenden Schritte umfasst: 

Mischen des fibril laren Koliagens und des Faserzerlegungsmittels in einer Menge, die ausreicht, urn das Kol- 
iagen bei pH 7 im wesentlichen nichtfibrillar zu machen; 

Mischen des resultierenden Koliagens und des synthetischen Polymers, urn eine Vernetzung zwischen diesen 
zu initiieren; 

Anwenden der Mischung von Koliagen und synthetischem Polymer auf eine erste Oberflache, bevor eine 
wesentliche Vernetzung zwischen dem Koliagen und dem synthetischen Polymer aufgetreten ist; und 

Inkontaktbringen der ersten Oberflache mit der zweiten Oberflache, urn eine Adhasion zwischen diesen zu 
bewirken. 

7. Eine Zusammensetzung gemaB irgendeinem der Anspruche 1 bis 5 zur Verwendung in einem Verfahren zum 
Verhindern der Bildung von Adhasionen nach einer Operation, welches die folgenden Schritte umfasst: 

Mischen von fibril larem Koliagen und Faserzerlegungsmittel in einer Menge, die ausreicht, um das Koliagen 
bei pH 7 im wesentlichen nichtfibrillar zu machen; 

Mischen des resultierenden Koliagens und eines multifunktional aktivierten hydrophilen Polymers, um eine 
Vernetzung zwischen diesen zu initiieren; 

Anwenden der Mischung aus Koliagen und synthetischem Polymer auf ein Gewebe, das eine Operationsstelle, 
umgebend oder in der Nahe, umfasst, bevor eine wesentliche Vernetzung zwischen dem Koliagen und dem 
synthetischen Polymer stattgefunden hat; 

Fortsetzen lassen der Vernetzung des Koliagens und des synthetischen Polymers in situ, bis eine Gieichge- 
wichtsvernetzung erreicht wurde; und 

Bewirken des VerschlieBens der Operationsstelle. 

8. Die Zusammensetzung nach Anspruch 6 oder 7, wobei wenigstens eine der ersten und zweiten Oberflachen eine 
native Gewebeoberflache ist. 

9. Die Zusammensetzung nach Anspruch 8, wobei eine der ersten und zweiten Oberflachen eine native Gewebe- 
oberflache ist und die andere der ersten und zweiten Oberflachen eine nicht native Gewebeoberflache oder eine 
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Oberflache eines kunstlichen Implantats ist. 

10. Die Zusammensetzung nach Anspruch 8, wobei sowohl die erste als auch die zweite Oberflache native Gewebe- 
oberflachen sind. 

5 

11. Die Zusammensetzung nach irgendeinem vorhergehenden Anspruch, wobei das fibrillare Koilagen als Teil einer 
Mischung von nichtfibrillarem und fibrillarem Koltagen vorliegt. 

12. Die Zusammensetzung nach irgendeinem vomergehenden Anspruch, wobei das fibrillare Koilagen eine Mischung 
io von parti kularem vernetztem fibrillarem Koilagen und nicht vemetztem fibrillarem Koilagen umfasst. 

13. Die Zusammensetzung nach Anspruch 12, wobei das partikulare vemetzte fibrillare Koilagen mit Glutaraldehyd 
vernetztes Koilagen umfasst. 

'5 14. Die Zusammensetzung nach Anspruch 12, wobei das partikulare vernetzte fibrillare Koilagen zwischen ca. 25% 
bis ca. 95% umfasst und das nicht vemetzte fibrillare Koilagen zwischen ca. 5% bis ca. 75% pro Gewicht der 
Zusammensetzung umfasst. 

15. Die Zusammensetzung nach irgendeinem vomergehenden Anspruch, wobei das fibrillare Koilagen denaturiertes 
20 Koilagen ist. 

Revendf cations 

25 1 . Composition bioadhesive comprenant un collagene fibrillaire, un agent de desassemblage de fibres et un polymere 
hydrophile synthetique multi-fonctionneilement activ6, dans laquelle I'agent de desassemblage de fibres est pre- 
sent en une quantity suffisante pour rendre le collagene substantiellement non fibrillaire au pH 7, et dans laquelle 
le collagene et le polymere synthetique se lient de maniere covalente pour former un conjugu6 collagene-polymere 
synthetique. 

30 

2. Composition selon la revendication 1 , dans laquelle I'agent de desassemblage de fibres est choisi dans le groupe 
constitu6 d'un alcool biocompatible, d'un acide amine, d'un sel inorganique et glucide. 

3. Composition selon la revendication 2, dans laquelle I'agent de desassemblage de fibres est un alcool biocompatible 
35 choisi dans le groupe constitue du glycerol et du propylene glycol. 

4. Composition selon I'une quelconque des revendications precedentes, dans laquelle le polymere hydrophile syn- 
thetique multi-fonctionnellement activ6 est un polyethylene glycol multi-fonctionnellement active. 

40 5. Composition selon la revendication 4, dans laquelle le polyethylene glycol multi-fonctionnellement active est choisi 
dans le groupe qui est constitue de SG-PEG difonctionnellement active et de SE-PEG difonctionnellement active. 

6. Composition selon Tune quelconque des revendications prec6dentes, pour une utilisation dans un proc6d6 pour 
effectuer la fixation non chirurgicale d'une premiere surface a une seconde surface, comprenant les etapes de : 

45 

mSlanger le collagene fibrillaire et I'agent de desassemblage de fibres en une quantite suffisante pour rendre 
le collagene substantiellement non fibrillaire au pH 7 ; 

melanger le collagene resultant et le polymere synthetique pour initier la reticulation entre eux ; 
appliquer le melange du collagene et du polymere synthetique a une premiere surface avant qu'une reticulation 
50 importante se soit produite entre le collagene et le polymere synthetique ; et 

mettre en contact la premiere surface avec la seconde surface pour effectuer I'adherence entre elles. 

7. Composition selon I'une quelconque des revendications 1 a 5 pour une utilisation dans un procede pour empecher 
la formation d'adheYence apres chirurgie, comprenant des etapes de : 

55 

melanger un collagene fibrillaire avec un agent de desassemblage de fibres en une quantite suffisante pour 
rendre le collagene sensiblement non fibrillaire au pH 7 ; 

melanger le collagene resultant et un polymere hydrophile multi-fonctionnellement active pour initier la reti- 
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culation entre ceux-ci ; 

appliquer le melange du collagene et du polymere synthetique au tissu comprenant, environnant ou adjacent 
a un site chiajrgical avant qu'une reticulation importante se soit produite entre le collagene et le polymere 
synthetique ; 

permettre au collagene et au polymere synth&ique de poursuivre la reticulation in situ jusqu'a ce qu'une re- 
ticulation d'equilibre ait et6 obtenue ; et 
effectuer la fermeture du site chirurgical. 

8. Composition selon la revendication 6 ou 7, dans laquelle au moins une des premiere et seconde surfaces est une 
surface de tissu natif. 

9. Composition selon la revendication 8, dans laquelle une des premiere et seconde surfaces est une surface de 
tissu natif et I'autre des premiere et seconde surfaces est une surface de tissu non natif ou une surface d'un implant 
synthetique. 

10. Composition selon la revendication 8, dans laquelle a la fois les premiere et seconde surfaces sont des surfaces 
de tissu natif. 

11. Composition selon I'une quelconque des revendications precedentes, dans laquelle le collagene fibrillaire est pre- 
sent comme une partie d'un melange de collagene non fibrillaire et de collagene fibrillaire. 

12. Composition selon I'une quelconque des revendications precedentes, dans laquelle le collagene fibrillaire com- 
prend un melange de collagene fibrillaire reticule particulate et de collagene fibrillaire non reticule. 

13. Composition selon la revendication 12, dans laquelle le collagene fibrillaire reticule particulate comprend du col- 
lagene reticule de glutaraldehyde. 

14. Composition selon la revendication 12, dans laquelle le collagene fibrillaire reticule particulate comprend entre 
environ 25 % et environ 95 % et le collagene fibrillaire non reticule comprend entre environ 5 % et environ 75 % 
en poids de la composition. 

15. Composition selon I'une quelconque des revendications precedentes, dans laquelle le collagene fibrillaire est un 
collagene denature. 
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